86      THE CHEMISTRY OF THE CYANIDE PROCESS.
Time of Leaching1.	Original Strength of Solution.	Strength of Solution after Contact.	Remarks.
1st Weak Solution.			
I hour	0-16 per cent.	0-05 per cent.	\ There was consider-1    able moisture in the
3 hours		0-05      „	/    tailings previous to
5    „		0-075    >»	running on the 1st
7   »		O'l	)    weak solution.
Strong Solution.			
	O"35 per cent.		
After r hour.		o- 1   per cent.	
3 hours.		0-2	
5   »		0-25	
7   »»		0-24	
9   „		0-26	
u    „		0*25	
*3   »		0.3 0-24	} Draining dry.
